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(54) Pigment-containing powder coating composition 

(57) The invention relates to a pigment-containing, 
thermosetting powder coating composition which con- 
tains at least one type of pigment having a special effect 
and is produced by blending comminuted particles of a 
thermosetting resin, a hardener, customary additives 
and fillers, and the said pigment or a preparation con- 
taining the pigment, subjecting tiie blend thus obtained 
to extrusion at elevated temperature and then carrying 
out a cooling operation to obtain an extrudate, followed 
by crushing, grinding and screening said extrudate to 
obtain the said powder coating composition, wherein 
the blend to be extruded further includes a resin-free 
can-ier which protects the pigment having the special 
effect and is not agglomerated with the pigment. The 
said pigments, in particular, are the lamellar pigments 
such as metal flakes and mica pigments. The carrier 
protects the pigment during extrusion; it preferably has 
a softening point of at least 40°C and at most 145°C. 
Also described are a pigment preparation and a method 
for preparing it. 



UJ 



.Printed by Xerox (UK) Business Servioes 
2.16.7 (HRSV3.6 



1 



EP 1 041 124 A1 



2 



Description 

[0001] . The invention relates to a pigment-contain- 
ing, thermosetting powder coating composition. Paints 
of this type are applied by fluidized-bed coating or elec- 
trostatic spraying. Then the product thus coated is 
stoved. the powder applied as a thin layer thereby being 
converted into a homogeneous film. 
[0002] Powder paints are formed by a pigment or 
colorant being blended with a thermosetting coating 
system (consisting of a resin and a hardener) and addi- 
tives and/or fillers. The resulting blend is then homoge- 
neously fused in an extrusion apparatus and is 
extruded. The extrudate is then copied to room temper- 
ature as quickly as possible and is finely ground so as to 
obtain a powder which can be used as a powder paint. 
[0003] A production process of this type is not suit- 
able, however, for pigments which have special effects, 
such as light effects or are electrically conductive. This 
• is because such pigments, when fused and subjected to 
high shear forces in the extrusion apparatus are physi- 
cally altered in such a way that the desired effects are 
not obtained or at least to a considerably lesser degree. 
[0004] The pigments having speciaj effects, in par- 
ticular light effects, are metallic pigments, on the one 
hand, customarily being dispersed in metal pigments, 
for example aluminium, copper, tin, bronze, in the form 
of flakes, and mica pigments on the other hand, which 
consist of thin laminae of mica which are coated with, 
for example, titanium dioxide and/or iron(lll) oxide, 
although coating with chromium(lll) oxide, for example, 
is an alternative option: 

[0005] Of course, such pigments can have a syn- 
thetic base, instead of a natural base such as in the 
case of mica. 

[0006] Among the metal pigments, aluminium pig- 
ments are often used. They are able to impart a marked 
metallic gloss, and. also a hammer finish effect, to the 
product coated with the powder paint and hardened. 
[0007] Mica pigments impart a mother-of-pearl 
effect to the product coated with the powder paint and 
hardened, presumably because of their high refractive 
index and transparency in addition to their flat structure. 
[0008] With these pigments, in particular the mica 
pigments, it is important that the pigment laminae will 
align in substantially the same direction, parallel to. and 
preferably as close as possible to, the surface layer of 
the coating film. 

[0009] Only then can the light be reflected in a pref- 
erential direction instead of being diffused. A pigment 
which has a light interference effect and whose laminae 
are ordered randomly or which is a fine powder pro- 
duces the same effect as ari ordinary white powder 
when used in a powder coating composition. So as to 
allow the pigments having a light interference effect to 
be used in powder coating compositions while retaining 
their light interference effect, a nunUser of processes 
have previously been proposed in the art 



[001 0] The first instance to be pointed out is the so- 
called "dry blending" process. In this process, the con- 
stituents of a powder coating composition, i.e. resin, 
hardener, additives, pigments and fillers, are blended 
5 together, subjected to extrusion, followed by crushing, 
grinding and screening, whereupon the powder coating 
composition is blended with the pigments having a light 
interference effect. Thereupon, the blend is ready for 
use. 

10 [001 1 ] The drawback of this process is that it does 
indeed afford good results on a small scale (e.g. for lab- 
oratory or testing purposes) by providing an indication 
regarding the potential of a particular pigment, but that 
in a large-scale production process the powder t>lend 

IS tends to segregate, resulting in inhomogeneous coat- 
ings being formed. 

[001 2] The segregation problem is a significant fac- 
tor especially in those cases, where there is a desire for 
the "overspray" to be re-used and therefore to be recy- 

20 ded into the system. This "overspray" then has to be 
blended with a certain quantity of fresh powder paint 
blend. The blend thus formed may. however, have a 
composition different from that of the blend used in the 
first place (poor reproducibility). 

25 [001 3] It should be noted that the term "overspray** 
refers to the amount of paint which does not reach tine 
substrate to be coated. Even though electrostatic atom- 
ization of powder coatings results in a considerably 
smaller amount of "overspray** than is produced by 

30 atomization under pressure, the "overspray" usually has 
to be re-used as much as possible, because of potential 
pollution of the environment. 

[0014] A second instance to be pointed out is the 
so-called iDonding" process. In outline, a process of tiiis 
type amounts to resin, crosslinking agent, additives, fill- 
ers and possibly pigments which do not lose their effect 
as a result of the various process operations being 
blended, the blend being extruded, followed by crush- 
ing, grinding and screening. The pigment having a light 
interference effect is employed in such a composition by. 
the pigment having a light interference effect being 
blended with the powder coating composition and tiie 
blend being subjected to an aftertreatment. in which the 
pigment having a light interference effect is intimately 
(i.e. directly) bonded to the powder coating. The pig- 
ment agglomerate thus obtained is used to form a pow- 
der paint coating. Having been applied as a thin layer 
and to a substrate, the particles having a light interfer- 
ence effect will be released as soon as the powder coat- 
ing composition begins to nielt during the baking 
process. An example of such a process is described in 
US-A-5,470.893, 

[0015] In a "bonding" process of tills type, tiie over- 
spray can be recycled into the system without any prob- 
lems. However, since a melting stage using 
thermosetting resin is required to agglomerate the pig- 
ments having a light interference effect, the process is 
rather expensive. 
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[0016] A final instance to be pointed out is the extru* • 
sion method. In this method, all the constituents, i.e. 
resin. crossllnl<ing agent, additives, fillers and pigments 
(of any type desired) are blended together, the blend is 
extruded, followed by crushing, grinding and screening. 5 
Whilst this method is sometimes used for aluminium 
flakes or mica pigments, the effect obtained is not opti- 
mal, as the shape of the pigments during the various 
processing operations Is damaged. 

[0017] We have now found a pigment-containing, 10 
thermosetting powder coating composition containing 
at least one pigment having a special effect, which com- 
position does not have the abovementioned drawbacks. . 
[0018] More in particular* the powder coating com- 
position is produced, according to the invention, by is 
blending comminuted particles of a thermosetting resin, 
a hardener, customary additives and fillers, and the said 
pigment or a preparation containing the pigment, sub- 
jecting the blend thus obtained to extrusion at elevated 
./ temperature and then carrying out a cooling operation 20 
to obtain an extrudate. followed by crushing, grinding 
and screening said extrudate to obtain the said powder 
coating composition, wherein the blend to be extruded 
further includes a resin-free carrier which protects the 
pigment having the special effect and is not agglomer- 2s 
ated with the pigment. 

[0019] Preferably, the pigment having the special 
effect, which Is to be used according to the invention, is 
a lamellar pigment, more particularly, selected from the 
group consisting of metal flakes and mica pigments. 30 
The pigment having the special effect is in particular a 
pigment having light interference effect or a pigment 
which is electrically conductive. 
[0020] Examples to be mentioned of the metal pig- 
ment Include aluminium flakes, both of the so-called 35 
"leafing" type and of the "non-leafing" type, stainless- 
steel flakes and bronze flakes. 

[0021] However, the invention is not limited to the 
pigments mentioned by name hereinabove. In principle. - 
any pigment which can be damaged when processed in 40 
an extruder or similar apparatus can be used in a com- 
position according to the Invention. 
[0022] According to a preferred embodiment of the 
powder paint conposition according to the invention, 
the resin-free carrier which protects the pigment having 45 
the special effect and is not agglomerated with the pig- 
ment is a waxy compound, in particular a waxy com- 
pound having a softening point of at least AO'^C and at 
most 145X. 

[0023] It Is observed that a waxy compound Is, so 
within the scope of the present Invention, to be under- 
stand as being a compound, which has the following 
properties: 

is solid at 20*^0 and has at that temperature a con- ss 
ststency, which may vary from soft and plastic to 
brittle and hard; . . 

if solid, then it is coarse to tine crystalline, transpar- 



ant to opaque, but not glassy; 

melts without decomposition above 40 ''C; 

has a relatively low viscosity at a temperature which 

is something above the melting point; 

varies substantial in consistency and solubility by 

changing the temperature: 

can be polished by rubbing under light pressure. 

[0024] The properties of waxy compounds are 
derived from Deutsche Gesellschaft fur Fettwissen- 
schaft (DGf^-inheitsmethoden, Abteilung M-Wachse 
(1975), as mentioned In Wax, an introduction. R. Say- 
ers. European wax federation, 1983, pages 15/16. 
[0025] Applicant has found that the use of a resin- 
firee carrier not agglomerated with the pigment resulted 
in the shape of the pigment particles during the extru- 
sion and grinding steps probably still being substantially 
retained: the fact is that, by using, for example a pig- 
ment having a light interference effect, a coating having 
very marked brightness was obtained. Hitherto, the only 
way of obtaining a coating having a similar brightness 
was to add the pigments in question to the powder coat- 
ing composition after the extrusion stage. By using a 
carrier according to the invention it is now for example 
possible to form a powder paint composition which is 
Immediately suitable for use. since all the constituents, 
blended together, can be subjected to extrusion without 
this being at the expense of the end result aimed for. 
[0026] According to an expedient preferred embod- 
iment, the waxy compound present in the pigment-con- 
taining powder coating composition according to the 
invention is compatible with the powder coating compo- 
sition. 

[0027] The presence of the waxy compound com- 
patible with the powder coating composition affords 
excellent results, in particular, in hammer effect coat- 
ings. 

[0028] It should be noted that a hammer effect is 
obtained if the powder coating composition is admixed 
with a so-called crater additive. Such an additive causes 
surface defects in the paint layer while this is baked. 
[0029] A result of adding aluminium pigment. In par- 
ticular, is that if a powder coating composition according 
to the invention is used, a coating layer having a brilliant 
(bright) hammer effect is obtained. The aluminium pig- 
ment used can be of any type, both the "leafing" and the 
"non-leafing" types, and of various particle sizes, for 
example of 10-50 \m, in particular about 30 ^m. 
[0030] It should be noted that each particle size (or 
range thereof) will produce a particular, specific colour 
or colour effect in the coating layer obtained after hard- 
ening. By also adding another pigment or colorant to the 
powder coating conrtposition it is possible to form a ham- 
mer effect of a different hue. 

[0031] Preferably, tiie waxy compound is a waxy- 
alcohol having 14-50 cartx>n atoms, in particular cetyl 
alcohol, stearyl alcohol or a mixture thereof. 
[0032] Aosording to another prefenred embodiment 
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of the pigment-containing po>wder coating composition 
according to the invention, the waxy compound is 
incompatible with the powder paint cohposition. It 
should be noted that within the scope of the present 
invention, the term "incompatible" means that the com- 
pound in question tries to segregate during the harden- 
ing process of the powder coating composition applied 
as a coating layer and tries to migrate towards the (free) 
surface ("floats up**). Of course, this should not result in 
any flatting effect 

[0033] A compound of this type is found, surpris- 
ingly to afford a combination of attractive advantages: 
during the extrusion, the waxy compound provides pro- 
tection to the lamellar pigment, the laminar shape 
thereby being substantially retained; during baking at 
elevated temperature, however, the property of the 
incompatibility with the powder coating composition 
does result, or so applicant assumes for the time being, 
in the combination of waxy compound and lamellar pig- 
ment arriving more or less in the surface layer of the 
coating layer and affording the beneficial light interfer- 
ence effect after hardening. 

[0034] Said last-mentioned behaviour moreover 
results in less pigment being required to obtain a partic- 
ular effect, compared with the powder coating composi- 
tions produced in accordance with the prior art, in 
particular the abovementioned "dry-blend" process. The 
fact is that in practice it proved possible, when using a 
pigment preparation according to the invention, for the 
required amount of pigment to be considerably reduced, 
sometimes down to 10%, compared with a pigment 
preparation which had been produced according to the 
so-called "dry-blend" process, to obtain a similar result 
[0035] Preferably, the waxy compound used which 
is incompatible with the powder coating composition is 
an amide wax. more particularly stearylstearamide. eth- 
ylene bis-stearamide, or a mixture thereof. 
[0036] Instead of an amide wax, the waxy com- 
pound can be a natural-base ester, in particular cetyl 
palmitate. 

[0037] Waxy compounds of this type are suitable. In 
particular, in forming smooth coatings; as a matter of 
fact, applicant found that the lamellar pigments were 
able substantially to retain their preferential direction of 
orientation in the coating and therefore were atDle to 
exercise the desired light interference effect in tine pres- 
ence of a waxy compound as indicated hereinabove. 
[0038] It should be noted that the thermosetting 
resin used can. for example, be a polyester resin, an 
epoxy resin, an epoxy/polyester resin, a poiyurethane 
resin or an acrylate resin. The hardeners required for 
resir^ of this type are generally known to tiiose skilled in 
the art. 

[0039] Expediently, the ratio of the amount of lamel- 
lar pigment to resin-free carrier not agglomerated with 
the pigment in a pigment-containing powder coating 
composition according to the Invention is from 20:80% 
to 80:20%. and tiie total amount of pigment and carrier 



with respect to the powder paint blend to be extruded is 
about 1:15 parts by weight. Preferably, tiie amount of 
resin-free carrier not agglomerated with the pigment in 
the finished powder coating composition Is at least 
5 0.5%. Especially if the incompatible waxy compounds 
mentioned hereinabove are used, excellent results are 
then obtained. 

[0040] Anotiier aspect of the invention resides in 
providing a pigment preparation which is suitable, in 

10 particular, for forming a coating composition by extru- 
sion, wherein the preparation comprises a blend of pig- 
ment particles having a special effect and of a resin-free 
carrier which protects the pigment having a special 
effect and is not agglomerated with the pigment 

IS [0041] Preferably, the pigment having, a special 
effect is lamellar, and consists the special effect of a 
light interference effect and/or is the pigment electrically 
conductive. 

[0042] Surprisingly, applicant found that if a pig- 

20 ment preparation as mentioned hereinabove is added, 
better protection of the lamellar pigments was obtained 
than if the constituents (pigment and resin-free carrier) 
were supplied separately to the extruder. 
[0043] Although an explanation for this effect is not 

25 entirely clear as yet. it could be the case tiiat even dur-. 
ing extrusion the pigment remains completely coated 
with the resin-free carrier and thus prevents the lamellar 
structijre of the pigment particles from being broken up 
by the forces exerted during extrusion. 

30 [0044] /It will be obvious for an expert tiiat, although 
the preparation according to the invention is especially 
suitable for the preparation of a powder coating compo- 
sition due to extrusion processing necessary for it, the 
preparation is also suitable to be used in those cases. 

35 where during the preparation a grinding step is present, 
which usually causes a damage to the base structure of 
the pigment. As has been explalneid above, such a dam- 
age to the structure has the effect that the special effect 
can be lost 

40 [0045] Expediently, the resin-free canrier which pro- 
tects tiie pigment having .the special effect and Is not 
agglomerated witii the pigment is a waxy compound 
having a softening point of between 40'*C and 145®C; 
[0046] According to a preferred embodiment, tiie 

45 pigment is a f loccular metal pigment and the waxy com- . 
pound is compatible with the powder paint composition: 
in particular, the waxy compound is a waxy alcohol hav- 
ing 14-50 cariaon atoms, such as cetyl alcohol, stearyl 
alcohol or a mixture thereof, and the metal pigment 

50 comprises aluminium flakes having a size of 20-40 jim. 
[0047] According to another preferred embodiment, 
the pigment is a mica pigment and the waxy compound 
is incompatible with the powder coating composition. In 
particular, the waxy compound is an . amide wax, in par- 

55 ticular stearylstearamide. ethylene bisstea'ramide, or a 
mixture thereof, or is a natural-base ester, such as cetyl 
palmitate. 

[0048] It should be noted that It was found, surprls- 



7 



EP1 041 124 A1 



8 



ingly, that H a preparation containing such a mica pig- 
ment is used in a powder coating composition it is 
possible to form a coating having an excellent motiier- 
of-pearl effect; in contrast, when the mica pigment and 
the waxy carrier were fed separately to the extruder it 5 
was necessary to employ a much greater amount of 
mica pigment to obtain a similar mother-of-pearl effect. 
[0049] Even though the pigment preparation, as 
described hereinabove, can be formed by physical 
blending of the two constituents, a preferred enr^odi- 10 
ment comprises the pigment being blended with a waxy 
compound in the molten state. 

[0050] More particularly, the metiiod for preparing a 
pigment preparation according to the invention involves 
a lamellar pigment being blended with a waxy com- is 
pound in tiie molten state, the blend thus obtained is 
allowed to solidify and. if required, being comminuted to 
obtain a particulate pigment preparation. 
[0051 ] Finally, the Invention relates to use of a blend 
of a waxy compound having a softening point of at least 20 
4p'*C and at most 145*C and of a lamellar pigment for 
dyeing a powder coating composition to be extruded, as 
described hereinabove. Expediently, the amount of 
lamellar pigment in a blend of this type is 20-80%. in 
particular 40-60%. 25 
[0052] The Invention is illustrated below on the 
basis of a few examples. 

Example 1 

30 

Preparation of a hammer effect powder coating layer: 

[0053] The starting material used was a polyester 
powder coating composition known per se. consisting of 
(in parts by weight): 35 

250 parts of polyester resin 
18.8 parts of hardener TGIC (triglycidyl isocyanu- 
rate) 

1.5 parts of flow control agent 40 
2 parts of degassing agent 
0.4 parts of crater additive 
70 parts of filler. 

[0054] This composition was admixed with a blend 45 
consisting of 60% stearyl alcohol and 40% aluminium 
flakes having a size of ± 30 ^ in an amount of 7%. 
based on the total powder coating composition. The 
blend obtained was exti'uded, ground and screened to 
obtain a powder having a particle size of 1 5-70 \um. This so 
powder blend was sprayed electrostatically onto a metal 
plate and hardened at 200**C. The end result was a 
paint layer with a brilliant (bright) hammer finish. 
[0055] By admixing the powder blend to be 
exti'uded with a different pigment each time, it is possir 55 
bie to obtain a hammer effect of. for example, a pastel 
hue. 

[0056] It should be noted that, depending on the 



eventual use, there exist roughly five different resin sys- 
tems, namely those based on 1) epoxy. 2) epoxy/poly- 
ester (the so-called hybrid systems). 3) polyester/TGlC 
(triglycidyl isocyanurate) or HAA (tetra-p-hydroxyalkyla- 
mide) (as a crosslinking agent). 4) polyurethane and 5) 
acrytates. The epoxy/polyester systems mainly serve as 
a coating of general industi-ial equipment and appara- 
tuses to be fitted indoors, while the polyester/TGIC or 
HAA systems are predominantiy employed for outdoor 
use. In fact, polyester-based resin systems can be used 
fairly universally. 

[0057] The replacement of the above-illustrated pol- 
yester/TGIC resin systems by one of the other resin 
systems mentioned produces a similar effect. 

Example 2 

Preparation of smooth coatings. 

[0058] A polyester/TGIC formulation and an 
epoxy/polyester formulation were formed which con- 
sisted, respectively, of (in parts by weight): 



a) 




250 


parts of polyester resin 


18.8 


parts of hardener TGIC (triglycidyl isocya- 




nurate) 


4 


parts of flow control agent 


2 . 


parts of degassing agent 


3 


parts of cartoon black pigment. 


b) 




145 


parts of polyester resin 


145 


parts of epoxy resin - 


4 


parts of flow control agent 


2 


parts of degassing agent 


3 


parts of carbon black pigment. 



[0059] Botii formulations Were admixed with a blend 
consisting of 40% Irodin 9103 (mica pigment) and 60% 
carrier (stearylstearamide) in an amount of about 20 
parts by weight and blended to obtain a homogeneous 
blend. This homogeneous blend was exti^uded. ground 
and screened to a particle size of 15r70 fim, after which 
the powder blend was electrostatically sprayed onto a 
metal plate and hardened at 200^0. The result in botii 
powder coating systems was that the mica particles had 
clearly migrated towards the surface and produced a 
bright light interference effect 

Claims 

1. A pigment-containing, tiiermosetting powder coat- 
ing composition which contains at least one type of 
pigment having a special effect and is produced by 
blending comminuted particles of a thermosetting 
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resin, a hardener, customary additives and fillers, 
and the said pigment or a preparation containing 
the pigment, subjecting the biend thus obtained to 
extrusion at elevated temperature and then carrying 
out a cooling operation to obtain an extrudate, fol- 
lowed by crushing, grinding and screening said 
extrudate to obtain the said powder coating compo- 
sitron, wherein the blend to be extruded further 
includes a resin-free carrier which protects the pig- 
ment having the special effect and is not agglomer- 
ated with the pigment. 

2. A pigment-containing powder coating composition 
according to claim 1, wherein the pigment having 
the special effect is a lamellar pigment, preferably 
selected from the group consisting of metal flakes 
and mica pigments. 

3. A pigment-containing powder coating composition 
according to claim 2, wherein said pigment has a 
light interference effect and/or is electrically con- 
ductive. 

4. A pigment-containing powder coating composition 
according to claims 1 to 3, wherein the resin-free 
carrier which protects the pigment having the spe- 
cial effect and is not agglomerated with the pigment • 
is a waxy compound, preferably having a softening 
point of at least 40*»C and at most 1 45'»C. 

5. A pigment-containing powder coating composition 
according to claim 4, wherein the waxy compound 
is compatible with the powder coating composition. 

6. A pigment-containing powder coating composition 
accordirig to claims 4 or 5, wherein the waxy com- 
pound is a waxy alcohol having 14-50 cartoon 

. atoms, in particular cetyl alcohol, stearyl alcohol or 
a mixture thereof. 

7. A pigment-containing powder coating composition 
according to any of the claims 1 to 6, comprising a 
thermosetting resin, a hardener, customary addi- 
tives and fillers, wherein the composition, in addi- 
tion to a crater additive, further contains aluminium 
flakes having a size of 10-50 ^m and also stearyl 
alcohol. 

8. A pigment-containing powder coating composition 
according to claim 4, wherein the waxy compound 
is incompatible with the powder coating composi- 
tion. 

9. A pigment-oontaining powder coating composition 
according to claim 8» wherein the waxy compound 
is an amide wax, in particular stearylstearamide. 
ethylene bis-stearamide, or a mixture thereof. 



10, A pigment-containing powder coating composition 
according to daim 8. wherein the waxy compound 
is a natural-base ester, in particular cetyl palmitate. 

5 11. A pigment-containing powder coating composition 
according to one or more of claims 1 to 4, 8 to 10. 
comprising a thermosetting resin, a hardener, cus- 
tomary additives and fillers, wherein the composi- 
tion, further contains a mica pigment and also 

10 stearylstearamide. 

12. A pigment-containing powder coating composition 
according to one or more of claims 1 to 1 1 . wherein 
the ratio of the amount of lamellar pigment to resin- 

15 free carrier not agglomerated with the pigment is 
from 20:80% to 80:20%, and the total amount of 
pigment and carrier with respect to the powdei* 
coating blend to be extruded is about 1 :15 parts by 
weight. 

20 

13. A pigment-containing powder coating composition 
according to daim 12. wherein the amount of resin- 
free carrier not agglomerated with the pigment in 
the finished powder coating composition is at least 

25 0.5%. 

14. Object coated with a powder coating, formed by 
use being made of a powder coating composition 
according to one or more of claims 1 to 13. 

30 

15. A pigment preparation, suitable in particular for 
forming a coating composition by extrusion, 
wherein the preparation comprises a blend of pig- 
ment particles having a special effect and a resin- 

35 free carrier which protects the pigment having a 
special effect and Is not agglomerated with the pig- 
ment. 

16. A pigment preparation according to claim 15. 
40 wherein said pigment is a lamellar pigment. 

1 7. A pigment preparation according to claims 1 5 or 1 6, 
wherein said pigment has light interference effect 
and/or is electrically conductive. 

45 

18. A pigment preparation according to any of the 
daims 15 to 1 7, wherein the resin-free carrier which 
protects the pigment having the special effect and is 
not agglomerated with the pigment Is a waxy com- 

50 pound having a softenirtg point of between 40^*0 
and 145''C. 

19. A pigment preparation according to any of the 
daims 15 to 18. wherein the pigmerit is a floccuiar 

65 metal pigment arid the waxy compound is compati- 
ble with the powder coating composition. 

20. A pigment preparation according to one or more of 
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claims 15 to 19. wherein the waxy compound is a 
waxy alcohol having 14-50 carbon atoms, in partic- 
ular cetyl alcohol, stearyt alcohol or a mixture 
thereof. 

5 

21. A pigment preparation according to one or more of 
claims 15 to 20, wherein the metal pigment com- 
prises aluminium flakes having a size of 20-40 |im. 

22. A pigment preparation according to one or more of io 
the claims 15 to 18, wherein the pigment is a mica 
pigment and the waxy compound is incompatible 
with the powder coating composition, 

23. A pigment preparation according to one or more of is 
the claims 15 to 18 or 22. wherein the waxy com- 
pound is an amide wax, in particular stearylsteara- 
mide. ethylene bis^tearamide. or a mixture thereof. 

24. A pigment preparation according to one or more of 20 
the claims 15 to 18 or 22, wherein the waxy com- 
pound is a natural-base ester, in particular cetyl 
palmitate. 

25. A method for preparing a pigment preparation 25 
according to one or more of claims 15 to 24, 
wherein a lamellar pigment is blended with a waxy 
compound in the molten state, the blend thus 
obtained is allowed to solidify and. if required, is 
comminuted to obtain a particulate pigment i3repa- 30 
ration. 

26. Use of a blend of a waxy compound having a sof- 
tening point of at least 40^0 and at most 1 45**C and 

of a lamellar pigment for dyeing a powder coating 35 
composition to be extruded. 

27. Use according to claim 26, wherein the waxy com- 
pound is selected from a waxy alcohol having 14-50 
carbon atoms or an amide wax. 40 

28. Use according to claim 26 or 27, wherein the waxy 
compound is selected from cetyl alcohol, stearyl 
alcohol or a mixture thereof, stearylstearamide, eth- . 
ylene bis-stearamide and cetyl palmitate. 4S 

29. Use according to one or more of claims 26 to 28, . 
wherein the amount of lamellar pigment in the blend 

is 20-80%. in particular 40-60%, 

so 
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